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(54) DISPERSION FLAT OPTICAL FIBER 

(57) The present invention aims at providing a dis- 
persion-flattened optical fiber which is suitable for wave- 
length-division multiplexing sofiton transmission utilizing 
an optical amplifier and the like and has a structure for 
effectively restraining nonlinear optical phenomena 
from occurring. The dispersion-flattened optical fiber 
according to the present invention has, as characters- 

Fig.lB 



tics at a wavelength of 1550 nm, a dispersion with an 
absolute value of 5 ps/nm/km or less, an effective cross- 
sectional area of 45 jim 2 or more, a dispersion slope of 
0.03 ps/nn^/km or less, and a cutoff wavelength of 1 .0 
pm or more at a length of 2 m. 
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Description 
Technical Field 

[0001] The present invention relates to a dispersion- 
flattened optical fiber suitable for a communication sys- 
tem using an optical fiber network. 

Background Art 

[0002] Communication systems constituted by optical 
fiber networks are capable of long-haul and high-capac- 
ity communications, and their capacity has further been 
increased by time-division multiplexing transmission 
and wavelength-division multiplexing soliton transmis- 
sion (see. for example. N. Edagawa. et al.. "Long Dis- 
tance Soliton WDW transmission using a dispersion- 
flattened ftoer." OFC '97, PD19). Such an optical com- 
munication system is constituted by a high-performance 
receiver and transmitter for transmitting and receiving 
signal light, an optical amplifier for optically amplifying 
the signal light an optical fiber for transmitting the signal 
light, and the like. Among them, the optical amplifier, 
which is essential for obtaining a high S/N. has an opti- 
cally amplrfiable wavelength band ranging from 1530 
nm to 1 560 nm, thereby the wavelength of usable signal 
light is substantially limited within this wavelength band- 
width of 30 nm 

Disclosure of the Invention 

[0003] In an optical communication system using an 
optical amplifier, the strength of signal light in its optical 
fiber is intensified, thereby nonlinear optical phenomena 
such as four-wave mixing and self-phase modulation 
may occur within the optical fiber. Among them, the four- 
wave mixing can be restrained from occurring when the 
absolute value of dispersion at the wavelength of signal 
light is set to about 1 ps/nm/km to 5 ps/nm/km. On the 
other hand, while the mutual action between self-phase 
modulation and wavelength dispersion (hereinafter sim- 
ply referred to as dispersion) is not problematic in the 
case of soliton transmission of single-wavelength signal 
light, it may yield the following problems in the case 
where a plurality of wavelength-multiplexed signal light 
components are transmitted. Namely, dispersion-shifted 
optical fibers whose zero-dispersion wavelength has 
been shifted to a wavelength of about 1550 nm usually 
have a wavelength dispersion slope (hereinafter simply 
referred to as dispersion slope) of about 0.07 
ps/nnAkm, thereby yielding different dispersion values 
depending on the wavelength of each signal light com- 
ponent. As a consequence, it may become out of bal- 
ance with self-phase modulation, thus causing signal 
light pulses to collapse. Therefore, in such a case, a dis- 
persion-flattened optical fiber having a very small dis- 
persion slope is needed. 

[0004] When the nonlinear refractive index of an opti- 



cal fiber is N2, its effective cross-sectional area is A^, 
the power of signal light is P. and the effective length of 
the optical fiber is L^, the amount of occurrence of non- 
linear phenomena in the optical fiber is given by the fol- 
5 lowing expression (1): 
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[0005] In order to attain a high S/N by enhancing the 

io signal light power P without increasing the amount of 
occurrence of nonlinear optical phenomena, a large 
effective cross-sectional area A^ is necessary. In the 
case of single-wavelength time-division multiplexing 
transmission, in order to restrain nonlinear optical phe- 

15 nomena from occurring, it is necessary that not only the 
effective cross-sectional area be enhanced but also 
the absolute value of dispersion be suppressed to 1 
ps/nm/km or less, and the dispersion slope be made 
very small. Further, in order to keep the loss upon 

so cabling optical fbers from increasing, it is required that 
bending loss be small. To this end. it is necessary for 
cutoff wavelength to be set to an appropriate value. 
[0006] The above-mentioned nonlinear refractive 
index N2 is defined as follows. Namely, the refractive 

25 index N of a medium under strong light differs depend- 
ing on the power of the light. Consequently, the lowest- 
order effect with respect to the refractive index N is rep- 
resented by the following expression (2): 
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N = A/O+A/2 # E z 



(2) 



wherein 



NO is the refractive index with respect to linear 
polarization; 

N2 is the nonlinear refractive index with respect to 
the third-order nonlinear polarization; and 
E is the photoelectric field amplitude. 



[0007] Under strong light, the refractive index N of the 
medium is given by the sum of the normal value NO and 
the increment proportional to the square of the photoe- 
lectric field amplitude E. In particular, the constant of 
proportionality N2 (unit: n^/V 2 ) in the second term is 
45 known as nonlinear refractive index. 

[0008] As disclosed in Japanese Patent Application 
Laid-Open No. 8-248251, the above-mentioned cross- 
sectional area Ae W is given by the following expression 
(3): 

50 
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«2^E 2 rdrj 2 ^JfE 4 rdrj (3) 



wherein E is the^electric field accompanying the propa- 
gated light and r is the radial distance from a core 
center. 
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[0009] The dispersion slope is defined by the gradient 
of a graph showing the dispersion characteristic in a 
predetermined wavelength band. 
[001 OJ As a result of studies concerning conventional 
dispersion-flattened optical fibers, the inventors have 
found the following problems. Namely, in the conven- 
tional dispersion-flattened optical fibers, though the dis- 
persion slope is small, the effective cross-sectional area 
is only about 30 \irr\ 2 to 40 Mm 2 , thereby optical power 
density is high in their core region, thus making it easy 
for nonlinear optical phenomena such as four-wave mix- 
ing to occur intensively. As a consequence, the conven- 
tional dispersion-flattened optical fibers have not been 
suitable for wavelength-division multiplexing optical 
communication systems using optical amplifiers. 
[0011] For example, the dispersion-flattened optical 
fiber disclosed in M. Ohashi. etal., "Dispersion-modified 
Single-Mode Fiber by VAD Method with Low Dispersion 
in the 1.5 pm Wavelength Region," ECOC "88, pp. 455- 
448 comprises a core region composed of a center core 
(first core), a second core surrounding the center core, 
and a third core surrounding the second core; and a 
cladding surrounding the core region; while having a tri- 
ple cladding type refractive index profile in which Ge 
element is added to the center core (first core) such that 
the relative refractive index cfifferenoe of the center core 
with respect to the cladding is enhanced to 0.87%. F 
element is added to the second core such that the rela- 
tive refractive index difference of the second core with 
respect to the cladding is lowered to -0.41%. and Ge 
element is added to the third core such that the relative 
refractive index difference of the third core with respect 
to the dadding is enhanced to 0.23%. 
[001 2] Though this conventional dispersion-flattened 
optical ffcer attains a dispersion slope of 0.023 
ps/nrrr^/km at a wavelength of 1550 nm. its effective 
cross-sectional area is only about 37 Mm 2 . 
[001 3] Also, the dispersion-flattened fiber disclosed in 
Y. Kubo. et al.. "Dispersion Flattened Single-Mode Fiber 
for 10.000 km Transmission System." ECOC "90, pp. 
505-508 comprises a core region composed of a center 
core and a second core surrounding the center core, 
and a cladding surrounding the core region; while hav- 
ing a W-shaped refractive index profile in which Ge ele- 
ment is added to the center core such that the relative 
refractive index difference of the center core with 
respect to the cladding is enhanced to 0.9%. and F ele- 
ment is added to the second core such that the relative 
refractive index difference of the second core with 
respect to the cladding is lowered to -0.4%. 
[0014] Though this conventional dispersion-flattened 
optical fiber also attains a dispersion slope of 0.023 
ps/nm 2 /km at a wavelength of 1550 nm. its effective 
cross-sectional area Aeff is 30 mti 2 or less. 
[0015] On the other hand, though typical dispersion- 
shifted optical fibers have a relatively large effective 
cross-sectional area Ae (f of about 50 nm 2 . their disper- 
sion slope is about 0.07 psfntrP/km. thus being greatly 



influenced by dispersion. Therefore, they are not suita- 
ble for long-distance optical transmission, either (see, 
for example. Y. Terasawa. et al., "Design Optimization of 
. Dispersion Shifted Fiber with Enlarged Mode Field 

5 Diameter for WDM Transmission," KDOC ^5, FA2-2). 
[0016] Hence, the conventional optical fibers may not 
suitably be applied to the time-division multiplexing 
transmission or wavelength-division multiplexing soliton 
transmission utilizing an optical amplifier. 

io [0017] In order to overcome the above-mentioned 
problems, it is an object of the present invention to pro- 
vide a dispersion-flattened optical fiber comprising a 
structure suitable for the time-division multiplexing 
transmission or wavelength-division multiplexing soliton 

is transmission in an optical communication system 
including an optical amplifier. 

[0018] In order to achieve the above-mentioned 
object, the dispersion-flattened optical ffoer according to 
the present invention has, as characteristics at a center 

20 wavelength 1550 nm in a 1.55-nm band (1500 nm to 
1600 nm), a dispersion with an absolute value not 
greater than 5 psAim/km, an effective cross-sectional 
area not smaller than 50 Mm 2 , a dispersion slope not 
greater than 0.02 ps/rm^/km. and a cutoff wavelength 

25 not shorter than 1 .0 |tm at a length of 2 m. 

[0019] Since the absolute value of dispersion is not 
greater than 5 ps/nm/km at a wavelength of 1550 nm 
with a dispersion slope not greater than 0.02 
ps/nrrr^/km, the dispersion value would vary only a little 

30 among incfividual signal light components in such a dis- 
persion-flattened optical fiber. Also, since the effective 
cross-sectional area is not smaller than 50 Mm* the 
power density of the signal light being propagated can 
be suppressed to a low level in the dispersion-flattened 

35 optical fiber. As a consequence, nonlinear optical phe- 
nomena are effectively restrained from occurring, and 
transmission can be carried out with a high S/N. Fur- 
ther, this dispersion-flattened optical fiber has an excel- 
lent bending characteristic. 

40 [0020] For effectively restraining nonlinear optical 
phenomena from occurring. It is necessary that the 
effective cross-sectional area be 50 \xrrP or more as 
mentioned above, more preferably 70 mht 2 or more. 
Such an increase in effective cross-sectional area, how- 

45 ever, increases the bending loss. Such an increase in 
bending loss is undesirable when cabling the disper- 
sion-flattened optical fiber. Meanwhile, the suppression 
of nonlinear optical phenomena can also be realized by 
intentionally generating a dispersion in the cfispersion- 

so flattened optical ffoer. 

[0021 ] Therefore, the dispersion-flattened optical fiber 
according to the present invention can also attain a pref- 
erable relationship between the above-mentioned effec- 
tive cross-sectional area and dispersion slope by setting 

55 the effective cross-sectional area to 45 mti 2 or more, 
and the dispersion slope to 0.03 ps/nnAkm. 
[0022] The dispersion-flattened optical fiber having 
the characteristics mentioned above can be realized 
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when its core region is constituted by a first core having 
a predetermined refractive index; and a second core, 
provided on the outer periphery of the first core, having 
a refractive index higher than that of the first core (ring 
core structure). Alternatively, the above-mentioned core 
region can be constituted by a first core having a prede- 
termined refractive index; a second core, provided on 
the outer periphery of the first core, having a refractive 
index lower than that of the first core; and a third core, 
provided on the outer periphery of the second core, hav- 
ing a refractive index higher than that of the second core 
(three-layer core structure). Its cladding region can have 
a depressed cladding structure comprising a first clad- 
ding (inner cladding) disposed on an outer periphery of 
the core region; and a second cladding (outer cladding), 
disposed on an outer periphery of the first cladding, 
having a refractive index higher than that of the first 
cladding. The dispersion-flattened optical fiber may also 
be realized by combining this depressed cladding struc- 
ture with any of the above-mentioned ring core structure 
and three-layer core structure. 
[0023] In view of the case actually employed as a 
transmission line, it is preferred that the dispersion-flat- 
tened optical fiber having the above-mentioned ring 
core structure or three-layer core structure with the 
above-mentioned characteristics further have a polari- 
zation dispersion of 0.15 ps/km 1/2 or less as a charac- 
teristic at a wavelength of 1550 nm. Also, in view of 
cabling, the dispersion-flattened optical fiber preferably 
has a transmission loss of 0.5 dB/turn or less when bent 
into a diameter of 32 mm and, when it has the above- 
mentioned three-layer core structure in particular, its 
cutoff wavelength is preferably 1.4 jim or longer at a 
length of 2 m. 

[0024] Also, the inventors have found that, in the dis- 
persion-flattened optical fber having the above-men- 
tioned three-layer core structure, the third core greatly 
contributes to lowering the dispersion slope and 
increasing the cutoff wavelength, thereby reducing the 
bending loss. Namely, in the dispersion-flattened optical 
ftoer having the three-layer core structure, when the out- 
side diameter of the second core is b, the outside diam- 
eter of the third core is c, and the relative refractive 
index difference of the third core with respect to a refer- 
ence area in the cladding region rs An 3 , the following 
relationships: 

An 3 £ 0.25% 
0.40 <; b/c <. 0.75 
are preferably satisfied. 

[0025] In other words, when the relative refractive 
index difference of the third core with respect to the ref- 
erence area in the cladding region is An(r) at a location 
where the radial distance from a center of the core 
region is r, the profile volume of the third core preferably 
satisfies the following condition: 



J An(r)rdrz 7.0(%^m 2 ) 

% 

5 

[0026] Here, the cladding region can have the above- 
mentioned depressed cladding structure. In this case, 
the reference area for defining the relative refractive 
index difference of each glass region is the second clad- 
io ding. 

[0027] In the dispersion-flattened optical fiber consti- 
tuted by the combination of the three-layer core struc- 
ture and the depressed cladding structure, when the 
outside diameter of the first core is a, the outside diam- 

is eter of the second core is b, the outside diameter of the 
third core is c, the relative refractive index difference of 
the frst core with respect to the second cladding is An 1 , 
and the relative refractive index difference of the first 
cladding with respect to the second cladding is An* the 

20 following relationships: 

0.40% «S An, £0.90% 
An 4 £ -0.02% 

25 

020 z a/c<z 0.35 
20 jim ^ c ^ 30um 

30 are preferably satisfied. 

[0028] In addition, in view of fluctuations in manufac- 
ture, the dispersion-flattened optical fiber according to 
the present invention must be designed so as to be tol- 
erable to such fluctuations. Specifically, about ±2% of 

35 fluctuations in manufacture may occur in the outside 
diameter of the core region among manufactured lots 
(i.e.. the outside diameter is only controllable within a 
range not smaller than about ±2%). Hence, it is neces- 
sary for the dispersion-flattened optical fber according 

40 to the present invention to suppress, as much as possi- 
ble, the variations in characteristics caused by fluctua- 
tions in the outside diameter of the core region, such as 
variations in dispersion slope in particular. 
[0029] Experiments conducted by the inventors have 

45 revealed that the dispersion slope value tends to 
decrease as the outside diameter of the core region 
increases and then increase as the latter further 
increases (the dispersion slope acquires its minimum 
value when the outside diameter of the core region is at 

so a predetermined value). Therefore, in order to restrain 
characteristics from varying due to fluctuations in man- 
ufacture, the outside diameter of the core region in the 
dispersion-flattened optical fiber according to the 
present invention is set within a range of ±2% centered 

55 at the outside diameter of the core region where the dis- 
persion slope acquires the minimum value. In particular, 
in the case where the outside diameter of the core 
region fluctuates within the range of ±2% with respect to 
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Its designed value, the amount of variance of dispersion 
slope is suppressed to 0.003 ps/nrr^/km or less. 

Brief Description of the Drawings 

5 

[0030] 

Fig. 1A is a view showing a cross-sectional struc- 
ture of a dispersion-flattened optical fiber having a 
ring core structure according to the present inven- to 
tion, whereas Fig. IB is a refractive index profile 
indicated along the line LI in Fig. 1 A; 
Fig. 2 is a graph showing a dispersion characteristic 
of the dispersion-flattened optical f fiber according to 
Embodiment 1 (ring core structure) having the is 
refractive index profile shown in Fig. 1B; 
Fig. 3 is a refractive index proffle of the dispersion- 
flattened optical fber according to Embodiment 2 
(ring core structure + depressed cladding structure) 
of the present invention; 20 
Fig. 4 is a graph showing a dispersion characteristic 
of the dispersion-flattened optical fber according to 
Embodiment 2 having the refractive index profile 
shown in Fig. 3; 

Fig. 5A is a view showing a cross-sectional struc- 25 
ture of a dispersion-flattened optical fiber having a 
three-layer core structure according to the present 
invention, whereas Fig. 5B is a refractive index pro- 
file indicated along the line L2 in Fig. 5A; 
Fig. 6 is a graph showing a dispersion characteristic so 
of the dispersion-flattened optical fber according to 
Embodiment 3 having the refractive index prof a e 
(three-layer core structure + depressed cladding 
structure) shown in Fig. 5B; 

Fig. 7 is a refractive index prof ie of the dispersion- ss 
flattened optical fber according to Embodiment 4 
(three-layer core structure) of the present invention; 
Fig. 8 is a graph showing a dispersion characteristic 
of the dispersion-flattened optical fber according to 
Embodiment 4 having the refractive index prof Be 40 
shown in Fig. 7; 

Fig. 9 is a table listing various characteristics of the 
individual dispersion-flattened optical fiber accord- 
ing to Embodiments 1 to 4; 

Fig. 10 is a table listing the results of measurement 45 
in which samples 1 to 5 having the refractive index 
profile of Fig. 5B are prepared, and the ratio of the 
outside diameter of the second core to the outside 
diameter of the third core (b2/c2) and the relative 
refractive index difference (A rvj) of the third core so 
with respect to the second cladding (outer cladding) 
are measured in each of these samples 1 to 5; 
Figs. 1 1 A and 1 1 B are graphs showing changes in 
dispersion slope (ps/nrrr^/km) with respect to the 
outside diameter of the core region (outside diame- ss 
ter c2 of the third core) concerning the samples 1 to 
5 having the refractive index profile of Fig. 5B; 
Figs. 12A and 12B are graphs showing changes in 



cutoff wavelength fam) with respect to the outside 
diameter of the core region (outside diameter c2 of 
the third core) concerning the samples 1 to 5 having 
the refractive index profile of Fig. 5B; 
Figs. 13A to 13C are modified examples (refractive 
index profiles) of the refractive index profile shown 
in Fig. 5B; 

Fig. 14 is a table listing various characteristics of 
samples 6 to 8 having their respective refractive 
index profiles shown in Figs. 13A to 13C; 
Figs. ISA to 15D are graphs showing changes in 
various characteristics with respect to changes in 
the outside diameter of the core region (outside 
diameter c2 of the third core) in sample 7 which is 
prepared such as to yield the refractive index profile 
shown in Fig. 13B, wherein Fig. 15A shows a rela- 
tionship between the outside diameter fti m) of the 
core region and the effective cross-sectional area 
(nm 2 ). Fig. 15B shows a relationship between the 
outside diameter frim) of the core region and the 
bending loss (dBAn) when bent at a diameter of 20 
mm, Fig. 15C is a relationship between the outside 
cSameter Oxm) of the core region and the dispersion 
slope (pston^/km). and Fig. 15D shows a relation- 
ship between the outside diameter (jim) of the core 
region and the dispersion (ps/nm/km); 
Figs. 16A and 16B are graphs showing relationship 
between changes in outside diameter of the core 
region and various characteristics concerning sam- 
ple 8, wherein Fig. 16A shows relationships 
between the outside diameter of the core region 
and the dispersion (ps/nm/km) and dispersion 
slope (ps/hrrfVkm), whereas Fig. 16B shows a rela- 
tionship of the amount of change in dispersion 
slope (ps/nrrr^/km^) to the ratio of change in out- 
side diameter of the core region (%); 
Fig. 1 7A is a graph showing a relationship between 
the bending diameter (mm) and the bending loss 
(dB/rn), whereas Fig. 17B is a graph showing a 
relationship between the fiber length (km) and the 
cutoff wavelength (urn); and 
Fig. 18A is a graph showing a relationship between 
the profile volume (% " pm 2 ) of the third core and the 
dispersion slope (ps/nm 2 /km) concerning the sam- 
ples 1 to 5. whereas Fig. 18B is a graph showing a 
relationship between the profile volume (%^m 2 ) 
of the third core and the cutoff wavelength (*im) 
concerning the samples 1 to 5. 

Best Modes for Carrying Out the Invention 

[0031] In the following, embodiments of the present 
invention will be explained with reference to Figs. 1A, 
1B. 2 to 4, 5A. 5B. 6 to 10. 11 A to 13C. 14. and 15A to 
18B. In the explanation of the drawings, constituents 
identical to each other will be referred to with numerals 
or letters identical to each other, without repeating their 
overlapping descriptions. 
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[0032] The dispersion-flattened optical fiber according 
to the present invention is applicable to long-distance 
submarine cables or the like and is a silica-based single 
mode optical ffoer for propagating at least one signal 
light component in the 1.55-nm wavelength band (at 5 
least one signal light components having its center 
wavelength within the range of 1500 nm to 1600 nm). 
Also, this dispersion-flattened optical ffoer comprises a 
core region extending along a predetermined axis and a 
cladding region provided on the outer periphery of the 10 
core region, and is designed such that its dispersion 
slope becomes small in the 1.55-jim wavelength band, 
which is the signal wavelength band thereof, in order to 
reduce fluctuations in dispersion among the signal light 
components propagated thereby. 
[0033] Specifically, the dispersion-flattened optical 
fiber according to the present invention has, as charac- 
teristics at a wavelength of 1550 nm, a dispersion with 
an absolute value of 5 ps/hm/km or less, an effective 
cross-sectional area of 45 nm 2 or more, preferably 
50 nm 2 or more, more preferably 70 nm 2 or more, a dis- 
persion slope of 0.03 ps/nnr^/km or less, preferably 0.02 
ps/nirf/km or less, and a cutoff wavelength of 1 .0 nm or 
longer at a length of 2 m. 

[0034] Further, it is preferred that the dispersion-flat- 
tened optical fiber according to the present invention 
have, as characteristics at a wavelength of 1550 nm, a 
polarization cfispersion of 0.15 ps/km 1/2 or less, and a 
transmission loss of 0.5 dB/turn or less when bent into a 
diameter of 32 mm. The above-mentioned transmission 
loss is obtained when a transmission loss measured in 
the state where a plurality of turns of optical fiber to be 
measured are wound around a mandrel having a diam- 
eter of 32 mm is converted into a per-tum value, and will 
hereinafter be referred to as bending loss. 
[0035] As the structure realizing the above-mentioned 
various characteristics, the core region exterxfing along 
the predetermined axis can have either a ring core 
structure comprising a first core having a predetermined 
refractive index, and a second core, provided on the 
outer periphery of the first core, having a refractive 
index higher than that of the first core; or a three-layer 
core structure comprising a first core having a predeter- 
mined refractive index, a second core, provided on the 
outer periphery of the first core, having a refractive 
index lower than that of the first core, and a third core, 
provided on the outer periphery of the second core, hav- 
ing a refractive index higher than that of the second 
core. In the case of the three-layer core structure, it is 
necessary for the cutoff wavelength at a length of 2 m to so 
be 1 .4 pm or longer. Also, the cladding region provided 
on the outer periphery of the core region can have a 
depressed cladding structure comprising a first cladding 
(inner cladding) provided on the outer periphery of the 
core region; and a second cladding (outer cladding), ss 
provided on the outer periphery of the first cladding, 
having a refractive index higher than that of the first 
cladding. 
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[0036] In particular, in the dispersion-flattened optical 
fiber having a three-layer core structure, when the out- 
side diameter of the second core is b, the outside diam- 
eter of the third core is c, and the relative refractive 
index difference of the third core with respect to a refer- 
ence area (the second cladding in the case of the 
depressed cladding structure) in the cladding region is 
Ari3, the following relationships: 

An 3 £ 0.25% 
0.40 <; b/c <. 0.75 
are preferably satisfied. 

[0037] Also, when the relative refractive index differ- 
ence of the third core with respect to the reference area 
in the cladding region is An(r) at a location where the 
racfial distance from a center of the core region is r, the 
profile volume of the third core preferably satisfies the 
following condition: 



J An(r)rdr * 7.0(% • \im 2 ) 



[0038] Further, in the dispersion-flattened optical ftoer 
constituted by the combination of the three-layer core 
structure and the depressed cladding structure, when 
the outside diameter of the first core is a. the outside 
diameter of the second core is b, the outside diameter of 
the third core is c, the relative refractive index difference 
of the first core with respect to the second cladding is 
Aa,, and the relative refractive index difference of the 
first cladding with respect to the second cladding is An 4 , 
the following relationships: 

0.40% <; An, £0.90% 

An 4 ^ -0.02% 

0.20 <. a/c <> 0.35 

20\im z c z 30pm 

are preferably satisfied. 

[0039] Here, the relative refractive index difference of 
each region with respect to the reference area of the 
cladding region is given by the following expression (4): 



(n T -n R yn R 



(4) 



wherein n T is the refractive index of the target glass 
region, and n R is the refractive index of the reference 
cladding area (the refractive index of the second clad- 
ding in the case where the cladcfing region has the 
depressed cladding structure). In this specification, the 
relative refractive index difference of each glass region 



JDOCID: <EP 0959374A1_I_> 



11 



EP0 959 374 A1 



12 



is expressed in terms of percentage, and the individual 
parameters in the expression (4) may be arranged in 
any order. Consequently, the relative refractive index 
difference indicated as a negative value means a region 
having a refractive index lower than that of the reference 
area. 

[0040] Also, it is preferred that the outside diameter of 
the core region be set within a variable range of ±2% 
centered at the value where the dispersion slope 
acquires its minimum value. Specifically, the inventors 
have found it preferable to design such that, for tolerat- 
ing fluctuations in manufacture, the amount of fluctua- 
tion in dispersion slope be 0.03 ps/nrr^/km or less with 
respect to the fluctuation of the outside diameter of the 
core region ranging ±2%. 

[0041] In the following, Embodiments of the disper- 
sion-flattened optical fiber according to the present 
invention will be explained successively. Each of the dis- 
persion-flattened optical fibers according to Embodi- 
ments 1 and 2 explained in the following has a core 
region of a ring core structure and a cladding region of 
a depressed cladding structure. The dispersion-flat- 
tened optical ftoer according to Embodiment 3 has a 
core region of a three-layer core structure and a clad- 
ding region of a depressed cladding structure. The dis- 
persion-flattened optical ffoer according to Embodiment 
4 has a core region of a three-layer core structure and a 
cladding region of a single layer. 

Embodiment 1 

[0042] Fig. 1A is a view showing a cross-sectional 
structure of the dispersion-flattened optical fiber accord- 
ing to Embodiment 1. whereas Fig. 1B is a refractive 
index profile indicated along the line L1 in Fig. 1 A. Here, 
the line L1 rs a line intersecting with a point O-, which 
indicates the center axis of the dispersion-flattened opti- 
cal fiber 100. The dispersion^lattened optical fiber 100 
according to Embodiment 1 comprises a core region 
200 of a ring core structure and a cladding region 300 of 
a depressed cladding structure. The core region 200 
comprises a first core 201 having an outside diameter 
al and a refractive index n^ and a second core 202. 
provided on the outer periphery of the first core 201. 
having an outside diameter b1 and a refractive index r^ 
(> n<|). The cladding region 300 comprises a first clad- 
ding 301 . provided on the outer periphery of the second 
core 202, having an outside diameter cl and a refractive 
index n 3 (= n t ) ; and a second cladding 302. provided 
on the outer periphery of the f irst cladding 301 . having a 
refractive index 04 (> n 3 ). 

[0043] Here, the refractive index profle 150 in Fig. 1 B 
indicates the refractive index of each area along the line 
L1 in Fig. 1A. in which areas 151. 152. 153. and 154 
correspond to the locations, on the line L1. of the first 
core 201. second core 202, first cladding 301. and sec- 
ond cladding 302. respectively. 
[0044] In Embodiment 1, with respect to the second 



cladding 302 (reference area of the cladding region 
300), the relative refractive index difference An 1 of the 
first core 201 and the relative refractive index difference 
An 3 of the first cladding 301 are -0.6% each, whereas 

5 the relative refractive index difference An 2 of the second 
core 202 is 0.7%. The outside diameter a1 of the first 
core 201 is 3.04 fim, the outside diameter bl of the sec- 
ond core 202 is 7.26 nm, the outside diameter cl of the 
first cladding 301 is 13.2 nm, and the outside diameter 

10 of the dispersion-flattened optical fiber 100 (outside 
diameter of the second cladding 302) is 125 jim. The 
relative refractive index difference of each region is 
given as follows: 

'5 An, & (n 1 - n 4 )/n 4 

Ar? 2 = (n 2 - n 4 )/n A 
A/? 3 *(n 3 -n 4 )/A)^ 

20 

[0045] The inventors measured various characteris- 
tics of thus designed cfispersi on-flattened optical ffoer 
100 according to Embodiment 1 at a wavelength of 
1550 run. As a result the dispersion value at a wave- 
25 length of 1550 nm was 0.17 ps/nm/km (< |5| ps/nm/km), 
the effective cross-sectional area at a wavelength of 
1550 nm was 58 urn 2 (> 45 nm 2 ). and the cutoff wave- 
length at a length of 2 m was 1.153 nm (> 1.0 *im). Also, 
the dispersion slope was 0.018 ps/nrr^/km at a wave- 
so length of 1530 nm, 0.007 psfoirf/km at a wavelength of 
1550 nm (<0.03 ps/rmAkm), and 0.000 ps/nrr^/km at a 
wavelength of 1 560 nm. Further, the polarization disper- 
sion value at a wavelength of 1550 nm was 0.11 
ps/km 1/2 (<0.15 ps*m 1/2 ). Fig. 2 is a graph showing a 
35 dispersion characteristic of the dispersion-flattened 
optical ffoer 1 00 accorcfing to Embocfiment 1 . 

Embodiment 2 

40 [0046] Fig. 3 is a refractive index profile of the disper- 
sion-flattened optical fber according to Embodiment 2 
of the present invention. The cross-sectional structure 
of the dispersion-flattened optical fber according to 
Embodiment 2 is the same as that shown in Fig. 1A 

45 Consequently, its refractive index profile 160 is equiva- 
lent to the refractive index of each area along the line L1 
in Fig. 1 A, in which areas 161. 162. 163. and 164 corre- 
spond to the locations, on the line L1. of the first core 
201. second core 202. first cladding 301. and second 

so cladding 302. respectively. 

[0047] In Embodiment 2, the outside diameter al of 
the first core (refractive index nj) corresponding to the 
area 1 61 is 3.75 ftm, the outside diameter b1 of the sec- 
ond core (refractive index > nj) corresponding to the 

55 area 1 62 is 8.25 ixm. the outside diameter c1 of the first 
cladding (refractive index n 3 = n 1 ) corresponding to 
the area 163 is 1 5.0 pm. and the outside diameter of the 
second cladding (refractive index n 4 > n 3 ) correspond- 
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Embodiment 3 

[0049] Fig. 5A is a view showing a cross-sectional 
structure of the dispersion-flattened optical fiber accord- 
ing to Embodiment 3, whereas Fig. 5B is a refractive 
index profile indicated along the line L2 in Fig. 5A. Here, 
the line L2 is a line intersecting with a point O2 which 
indicates the center axis of the dispersion-flattened opti- 
cal fiber 500. The dispersion-flattened optical fiber 500 
according to Embodiment 3 comprises a core region 
600 of a three-layer core structure and a cladding region 
700 of a depressed cladding structure. The core region 
600 comprises a first core 601 having an outside diam- 
eter a2 and a refractive index n^ a second core 602, 
provided on the outer penphery of the first core 601, 
having an outside cfiameter b2 and a refractive index r»2 
(< n t ); and a third core 603, provided on the outer 
periphery of the second core 602, having an outside 
diameter c2 and a refractive, index rvj (> n^. The clad- 
ding region 700 comprises a first cladding 701 . provided 
on the outer periphery of the third core 603, having an 
outside diameter c2 and a refractive index n 4 (< n 3 ); and 
a second cladding 702, provided on the outer periphery 
of the first cladding 701 . having a refractive index n 5 (> 
n 4 ). 

[0050] Here, the refractive index profile 51 5 in Fig. 5B 
indicates the refractive index of each area along the line 
L2 in Fig. 5A. in which areas 511, 512. 513. 514, and 
515 correspond to the locations, on the line L2. of the 
first core 601. second core 602. third core 603. first 
cladding 701. and second cladding 702. respectively. 
[0051] In Embodiment 3, with respect to the second 
cladding 702 (reference area of the cladding region 
700), the relative refractive index difference An t of the 
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ing to the area 164 is 125 um. Also, with respect to the 
second cladding, the relative refractive index difference 
of the first core A n 1 (= (n 1 - n 4 )/n 4 ) and the relative 
refractive index difference of the first cladding 
An 3 (= (n 3 -n 4 )/n 4 ) are -0.60% each, whereas the 5 
relative refractive index difference of the second core 
An 2 (= (n 2 - n 4 )/n 4 ) is 6.3%. 
[0048] The inventors measured various characteris- 
tics of thus designed dispersion-flattened optical fber 
according to Embodiment 1 at a wavelength of 1550 
nm. As a result, the dispersion value at a wavelength of 
1550 nm was 0.12 ps/nm/km (< |5| psAim/km). the 
effective cross-sectional area A^ at a wavelength of 
1550 nm was 72 um 2 (> 45 urn 2 ), and the cutoff wave- 
length at a length of 2 m was 1 .1 87 u m (> 1 .0 um). Also, 
the dispersion slope was 0.0096 ps/hn^/km at a wave- 
length of 1530 nm, -0.0120 pston^/km at a wavelength 
of 1550 nm (< 0.003 ps/nm 2 /km), and -0.0265 
ps/hmZ/km at a wavelength of 1560 nm. Further, the 
polarization dispersion value at a wavelength of 1550 
nm was 0.10 ps/km 1/2 (<0.15 ps/km 1/2 ). Fig. 4 is a graph 
showing a dispersion characteristic of the dispersion- 
flattened optical fiber according to Embodiment 2. 
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first core 601 is 0.58%, the relative refractive index dif- 
ference A n 2 of the second core 602 is -0. 1 0%, the rela- 
tive refractive index difference An 3 of the third core 603 
is 0.40%. and the relative refractive index difference Ar^ 
of the first cladding 701 is -0.27%. The outside diameter 
a2 of the first core 601 is 5.8 nm, the outside diameter 
b2 of the second core 602 is 16.2 um, the outside diam- 
eter c2 of the third core 603 is 23.2 um. the outside 
diameter d of the first cladding 701 is 46.4 um, and the 
outside diameter of the cfispersion-f lattened optical fiber 
500 (outside diameter of the second cladding 702) is 
125 um. The relative refractive index difference of each 
area is given as follows: 

An 1 =(n 1 - n 5 )/n 5 
An 2 « (n 2 - n£/n s 
An 3 = (n 3 - nj/n s 
A/? 4 = (n 4 - n^/n 5 



[0052] The inventors measured various characteris- 
tics of thus designed dispersion-flattened optical fiber 
500 according to Embodiment 3 at a wavelength of 
1550 nm. As a result the dispersion value at a wave- 
length of 1550 nm was -2.2 ps/nm/km (< |5| ps/nm/km). 
the effective cross-sectional area A^ at a wavelength of 
1550 nm was 50 um 2 (> 45 um 2 ), and the cutoff wave- 
length at a length of 2 m was 1 .920 um (> 1 .0 um). Also, 
the dispersion slope was 0.0129 p^m^/km at a wave- 
length of 1530 nm, 0.0172 ps/nnAkm at a wavelength 
of 1550 nm (< 0.03 ps/nnr^/km), and 0.0198 ps/nrrr^/km 
at a wavelength of 1560 nm. Further, the polarization 
dispersion value at a wavelength of 1560 nm was 0.06 
ps/km 172 (<0.15 ps/km 1/2 ). Fig. 6 is a graph showing a 
dispersion characteristic of the dispersion-flattened 
optical fiber according to Embodiment 3. 



40 Embodiment d 



[0053] Fig. 7 is a refractive index profile of the disper- 
sion-flattened optical fiber according to Embodiment 4 
of the present invention. The dispersion-flattened opti- 
cal fber according to Embodiment 4 has a core region 
of a three-layer core structure and a cladding region of 
a single layer. Its refractive index profile 170 is also 
known as a triple cladding type refractive index profile. 
[0054] The refractive index profile 170 is basically 
equivalent to the refractive index of each area along the 
line L2 in Fig. 5A, in which areas 1 71 . 1 72. 1 73. and 1 74 
correspond to the locations, on the line L2. of the first 
core 601 . second core 602. third core 603. and second 
cladding 702, respectively. In the dispersion-flattened 
optical f foer according to Embodiment 4. however, there 
is no region corresponding the first cladding in Fig. 5A. 
[0055] In Embodiment 4. the outside diameter a2 of 
the first core (refractive index n^ corresponding to the 
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area 171 is 7.3 jim, the outside diameter b2 of the sec- 
ond core (refractive index n 2 < n^ corresponding to the 
area 1 72 is 1 5.0 jim, the outside diameter c2 of the third 
cladding (refractive index n 3 > n 2 ) corresponding to the 
area 173 is 22.0 iim, and the outside diameter of the 5 
cladding (refractive index n 4 < n 3 ) corresponding to the 
area 174 is 125 ^m. Also, with respect to the cladding, 
the relative refractive index difference of the first core 
an j (=(n 1 - n 4 )/n 4 ) is 0.58%. the relative refractive 
index difference of the second core w 
An 2 (= (n 2 - n 4 )/n 4 ) is -0.18%, and the relative refrac- 
tive index difference of the third core 
A n 3 (= (n 3 - n 4 )/h 4 ) is 0.27%. 
[0056] The inventors measured various characteris- 
tics of thus designed dispersion-flattened optical fiber is 
according to Embodiment 1 at a wavelength of 1550 
nm. As a result, the dispersion value at a wavelength of 
1550 nm was -0.37 ps/nm/km (< |5| ps/nm/km), the 
effective cross-sectional area at a wavelength of 
1550 nm was 52.8 nm 2 (> 45 m m 2 ). and the cutoff 20 
wavelength at a length of 2 m was 1 .713 pm (> 1.0 nm). 
Also, the dispersion slope was 0.0005 ps/nrrr^/km at a 
wavelength of 1530 nm. 0.0005 ps/nrr^/km at a wave- 
length of 1550 nm (< 0.003 ps/hm 2 /km). and 0.0010 
ps/nrr^/km at a wavelength of 1560 nm. The transmts- 25 
sion loss (bending loss) when bent at a diameter of 20 
mm was 3.2 dB/m Further, the polarization dispersion 
value at a wavelength of 1550 nm was 0.08 ps/km 1/2 (< 
0.15 ps/km 1/2 ). Fig. 8 is a graph showing a dispersion 
characteristic of the dispersion-flattened optical fber 30 
according to Embodiment 4. 

[0057] Fig. 9 is a table listing various characteristics of 
each of the dispersion-flattened optical fibers according 
to Embodiments 1 to 4 explained above at a wavelength 
of 1 550 nm Each of the dispersion-flattened optical fi> 35 
ers according to these embodiments has a dispersion 
with an absolute value of 5 ps/nm/km or less, an effec- 
tive cross-sectional area Aeif of 45 jim 2 or more, a dis- 
persion slope of 0.03 ps/nm 2 /km or less, a cutoff 
wavelength of 1 .0 jim or longer at length of 2 m, and a 40 
polarization dispersion of 0.15 ps/km 1/2 or less. 
[0058] Each of the dispersion-flattened optical fibers 
has a very small dispersion slope, so that the disper- 
sion, characteristic is flat, and a large effective cross- 
sectional area A^ of 45 pm 2 or more, so that the power 45 
density of signal light in the dispersion-flattened optical 
fiber is suppressed to a low level, thus effectively 
restraining nonlinear optical phenomena from occur- 
ring, and enabling transmission with a high S/N. Fur- 
ther, since the cutoff wavelength at a length of 2 m is 1 .0 so 
nm or longer, these dispersion-flattened optical fibers 
have an excellent bending characteristic (low bending 
loss). As a consequence, these dispersion-flattened 
optical fibers are suitable for the time-division multiplex- 
ing transmission or wavelength-division multiplexing 55 
soliton transmission using an optical amplifier. In partic- 
ular, the dispersion-flattened optical fiber according to 
Embodiment 2 (Fig. 3) can suppress the power density 



of the signal light in the dispersion-flattened optical fiber 
to a lower level (can more effectively restrain nonlinear 
optical phenomena from occurring), since the effective 
cross-sectional area Aeff is 70 pm 2 or more. In the dis- 
persion-flattened optical fber according to Embodiment 
3 (Figs. 5A and 5B), the cutoff wavelength at a length of 
2 m is longer than the signal light wavelength. Neverthe- 
less, in view of the fact that the actual transmission dis- 
tance for signal light ranges from several hundreds of 
km to several thousands of km as will be explained later, 
its high-order modes would attenuate, leaving no prob- 
lems. 

[0059] Without being restricted to the above-men- 
tioned embodiments, the present invention can be mod- 
ified in various manners. For instance, the refractive 
index profies shown in Embodiments 1 to 4 are merely 
examples, and there can be various kinds of modes of 
refractive index profiles for realizing the dispersion-flat- 
tened optical fiber according to the present invention. 
[0060] As applied examples of the dispersion-flat- 
tened optical fiber having the refractive index profle 
shown in Fig. 5B, the inventors prepared samples 1 to 5 
in which the profile volume in the third core was 
changed as shown in Fig. 10, and studied the relation- 
ship between the outside diameter of the core region 
(outside diameter of the third core) c2 and the disper- 
sion slope (ps/nrr^/km) and the relationship between 
the outside diameter of the third core c2 and the cutoff 
wavelength (nm) at a length of 2 m in each of the sam- 
ples 1 to 5. Specifically, varied among the prepared 
samples 1 to 5 are the ratio of the outside diameter of 
the second core to the outside diameter of the third core 
(b2/c2) and the relative refractive index difference of the 
third core An 3 with respect to the second cladding. On 
the other hand, the other parameters are common in the 
prepared samples 1 to 5, i.e.. the ratio of the outside 
diameter of the first core to the outside diameter of the 
third core (a2/c2) is 0.25, the ratio of the outside diame- 
ter of the first cladding to the outside diameter of the 
third core (d/c2) is 2.0, the relative refractive index differ- 
ence of the first core An 1 with respect to the second 
cladding is 0.6%, and the relative refractive index differ- 
ence of the second core An 2 and relative refractive 
index difference of the first core with respect to the 
second cladding are -0.05% each. 
[0061] Figs. 11A and 11B are graphs showing 
changes in dispersion slope (ps/nrr^/km) with respect to 
the outside diameter of the core region (outside diame- 
ter c2 of the third core) in the samples 1 to 5, whereas 
Figs. 12A and 12B are graphs showing changes in cut- 
off wavelength (jim) with respect to the outside diameter 
of the third core c2. In Figs. 1 1 A to 12B, S1 to S5 indi- 
cate the graphs of the samples 1 to 5, respectively. 
[0062] As can be seen from these graphs, when the 
relative refractive index difference An 3 of the third core 
with respect to the second cladding is too small, or 
when the ratio of the outside diameter of the second 
core with respect, to the outside diameter of the third 
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core (b2/c2) is too high, the dispersion slope cannot be 
suppressed to 0.03 ps/nrr^/km or less. Also, the cutoff 
wavelength at a length of 2 m is shortened, thereby the 
bending loss increases. As a consequence, for lowering 
the dispersion slope and elongating the cutoff wave- 5 
length at a length of 2 m so as to improve the bending 
loss, it is necessary that the relative refractive index dif- 
ference A113 of the third core be set to a large value, and 
that the third core have a large width. Here, in the dis- 
persion-flattened optical fibers according to Embodi- w 
merits 3 and 4 comprising the core region of the above- 
mentioned three-layer structure (having a third core), 
the profile volume of the third core given by the following 
expression (5): 



J An(r)rdr 



(5) 



15 



20 



was 13.8% • Mm 2 and 8.7% • um 2 . respectively (see Fig. 
9). 

[0063] Next as applied examples of the dispersion- 
flattened optical fiber according to Embodiment 3 (Figs. 
5A and 5B), the inventors prepared samples 6 to 9 hav- 2s 
ing refractive index proffles shown in Figs. 13A to 13C. 
respectively, and measured various characteristics of 
the samples 6 to 9 at a wavelength of 1550 nm. Here, 
thus prepared samples 6 to 9 have a structure similar to 
the cross-sectional structure shown in Fig. 5 A, compris- 30 
ing a core region constituted by a first core, a second 
core, and a third core, and a cladding region constituted 
by a first cladding and a second cladding. 
[0064] The sample 6 has a refractive index proRe 520 
shown in Fig. 1 3 A. and the refractive index profile 520 is 35 
equivalent to the refractive index of each area along the 
line L2 in Fig. 5A. In this refractive index profile 520, 
areas 521, 522, 523. 524, and 525 correspond to the 
locations, on the line L2, of the first core 601, second 
core 602, third core 603. first cladding 701 , and second 40 
cladding 702, respectively. 

[0065] In the sample 6. the outside diameter a2 of the 
first core (refractive index n-j) corresponding to the area 

521 is 5.7 jim, the outside diameter b2 of the second 
core (refractive index < n-j ) corresponding to the area 45 

522 is 14.7 um, the outside diameter c2 of the third core 
(refractive index rvj > ng) corresponding to the area 523 
is 22.6 11m. the outside diameter d of the first cladding 
(refractive index n 4 = n 2 ) corresponding to the area 
524 is 45.2 urn. and the outside diameter of the second so 
cladding (refractive index rig > n 4 ) corresponding to the 
area 525 is 125 nm. With respect to the second clad- 
ding, the relative refractive index difference 

An , (= (n - n 5 )/n 5 ) of the first core is 0.60%. the rel- 
ative refractive index difference A n 2 (= (n 2 - n 5 )/n 5 ) 55 
of the second core and the relative refractive index dif- 
ference An 4 (= (n 4 -n 5 )/n 5 ) of the first cladding are - 
0.05% each, and the relative refractive index difference 



An 3 (= (n 3 - n 5 )/n 5 ) of the third core is 0.30%. Fur- 
ther, the ratio of the outside diameter of the fist core to 
the outside diameter of the third core (a2/c2) is 0.25, 
and the ratio of the outside diameter of the second core 
to the outside diameter of the third core (b2/c2) is 0.65. 
[0066] The sample 7 has a refractive index profile 530 
shown in Fig. 13B, and the refractive index profile 530 is 
equivalent to the refractive index of each area along the 
line L2 in Fig. 5A. In this refractive index profile 530, 
areas 531, 532, 533. 534, and 535 correspond to the 
locations, on the line L2, of the first core 601. second 
core 602, third core 603. first cladding 701 , and second 
cladding 702, respectively. In thus prepared sample 7. 
the form of the refractive index profile in the area 533 
(corresponding to the refractive index profile in the dia- 
metrical direction of the third core area) differs from that 
of the area 513 in the refractive index profile 510 shown 
in Fig. 58. 

[0067] In the sample 7, the outside cfiameter a2 of the 
first core (refractive index n t ) corresponding to the area 

531 is 5.6 nm. the outside diameter b2 of the second 
core (refractive index n 2 <n 1 ) corresponding to the area 

532 is 12.6 um, the outside diameter c2 of the third core 
(refractive index n 3 > r^) corresponding to the area 533 
is 24.2 jim, the outside diameter d of the first cladding 
(refractive index n 4 = n 2 ) corresponding to the area 
534 is 48.4 um. and the outside diameter of the second 
cladding (refractive index n 5 > ru) corresponding to the 
area 535 is 125 ura With respect to the second clad- 
ding, the relative refractive index difference 
An , (=(n , - n 5 )/n 5 ) of the first core is 0.60%. the rela- 
tive refractive index difference A n 2 (= (n 2 - n 5 )/n 5 ) of 
the second core and the relative refractive index differ- 
ence An 4 (= (n 4 - n 5 )Ai 5 ) of the first cladding are - 
0.05% each, and the relative refractive index cfifference 
An 3 (= (n 3 - n 5 )fn^ of the third core is 0.41%. Fur- 
ther, the ratio of the outside diameter of the fist core to 
the outside diameter of the third core (a2/c2) is 0.23, 
and the ratio of the outside diameter of the second core 
to the outside diameter of the third core (b2/c2) is 0.52. 
[0068] The sample 8 has a refractive index profile 540 
shown In Fig. 13C, and the refractive index prof Be 540 
shown is equivalent to the refractive index of each area 
along the line 12 in Fig. 5A. In this refractive index pro- 
file 540, areas 541 , 542, 543, 544, and 545 correspond 
to the locations, on the line L2, of the first core 601 , sec- 
ond core 602. third core 603, first cladding 701. and 
second cladding 702, respectively. In thus prepared 
sample 8, the form of the refractive index profile in the 
area 541 (corresponding to the refractive index profile in 
the diametrical direction of the first core area) differs 
from that of the area 511 in the refractive index profile 
510 shown in Fig. 5B. 

[0069] In the sample 8. the outside diameter a2 of the 
first core (refractive index Oj) corresponding to the area 

541 is 8.6 um. the outside diameter b2 of the second 
core (refractive index r^ < n^ corresponding to the area 

542 is 1 7.6 Mm. the outside diameter c2 of the third core 
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(refractive index n 3 > n 2 ) corresponding to the area 543 
is 25.2 urn, the outside diameter d of the first cladding 
(refractive index n 4 = n 2 ) corresponding to the area 
544 is 50.4 urn. and the outside diameter of the second 
cladding (refractive index n 5 > n 4 ) corresponding to the 
area 545 is 125 nm. With respect to the second clad- 
ding, the relative refractive index difference 
An 1 (= (n 1 - n 5 )/n 5 ) of the first core is 0.85%, the rel- 
ative refractive index difference A n 2 (= (n 2 - n 5 )/n 5 ) 
of the second core and the relative refractive index dif- 
ference An 4 (= (n 4 - n 5 )/h 5 ) of the first cladding are - 
0.05% each, and the relative refractive index difference 
An 3 (*= (n 3 - n 5 )/n 5 ) of the third core is 0.29%. Fur- 
ther, the ratio of the outside diameter of the fist core to 
the outside diameter of the third core (a2/c2) is 0.34, 
and the ratio of the outside diameter of the second core 
to the outside diameter of the third core (b2/c2) is 0.74. 
[0070] On the other hand, the sample 9 has a similar 
refractive index prof ae to the above-mentioned sample 
6. Therefore, in sample 9, the outside diameter a2 of the 
first core (refractive index a,) corresponding to the area 

521 is 6.6 nm the outside diameter b2 of the second 
core (refractive index n 2 < n^ corresponcfing to the area 

522 is 1 8.9 fim, the outside diameter c2 of the third core 
(refractive index n 3 >n£ corresponding to the area 523 
is 25.5 urn, the outside diameter d of the first cladding 
(refractive index n 4 = n 2 ) corresponding to the area 
524 is 41 .0 urn, and the outside diameter of the second 
cladding (refractive index n 5 > n 4 ) corresponding to the 
area 525 is 125 urn. With respect to the second clad- 
ding, the relative refractive index difference 
An 1 (= (n ! - n 5 )/n 5 ) of the first core is 0.50%. the rel- 
ative refractive index difference A n 2 (= (n 2 - n 5 )/h 5 ) 
of the second core and the relative refractive index dif- 
ference An 4 (= (n 4 - n 5 )Ai 5 ) of the first cladding are - 
0.15% each, and the relative refractive index difference 
An 3 (= (n 3 - n 5 )/n 5 ) of the third core is 0.43%. Fur- 
ther, the ratio of the outside diameter of the fist core to 
the outside diameter of the third core (a2/c2) is 0.26, 
and the ratio of the outside diameter of the second core 
to the outside diameter of the third core (b2/c2) is 0.74. 
By this design, a dispersion flattened fiber, which has a 
positive dispersion value and an exceedingly small dis- 
persion slope, can be obtained. 

[0071] Fig. 14 shows various characteristics of thus 
designed samples 6 to 9 at a wavelength of 1550 nm. 
Here, in view of the individual values of the above-men- 
tioned samples 3 to 9. the profile volume of the third 
core given by expression (5) is preferably 7.0% • um 2 or 
more. 

[0072] Further, the inventors measured a plurality of 
prepared samples in terms of relationships between the 
outside diameter c2 of the third core (outside diameter 
of the core region) and the above-mentioned various 
characteristics concerning the dispersion-flattened opti- 
cal fiber having the refractive index profile shown in Fig. 
13B (sample 7). In the prepared samples, with respect 
to the second cladding, the relative refractive index dif- 



ference An 1 (=(n r n 5 )/n 5 ) of the first core is 0.61%. 
the relative refractive index difference 
An 2 (= (n 2 - n 5 )/n 5 ) of the second core and the rela- 
tive refractive index difference An 4 (= (n 4 - n 5 )/n 5 ) of 

5 the first cladding are -0.05% each, and the relative 
refractive index difference An 3 (= (n 3 - n 5 )/n 5 ) of the 
third core is 0.35% The second cladding is made of 
pure quartz. Further, the ratio of the outside diameter of 
the fist core to the outside diameter of the third core 

10 (a2/c2) is 0.23. and the ratio of the outside diameter of 
the second core to the outside diameter of the third core 
(b2/c2) is 0.52, and the ratio of the outside diameter of 
the first cladding to the outside diameter of the third core 
(d/c2) is 1.8. 

is [0073] Figs. 1 5A to 1 5D show the results of measure- 
ment of the prepared samples, indicating the relation- 
ship between the outside diameter c2 (pm) of the third 
core and the effective cross-sectional area (fim 2 ), 
the relationship between the outside diameter c2 (jim) 

20 of the third core and the bending loss (dB/m) when bent 
at a diameter of 20 mm, the relationship between the 
outside diameter c2 (nm) of the third core and the dis- 
persion slope (ps/nrr^/km), and the relationship 
between the outside diameter c2 (pm) of the third core 

25 and the dispersion (ps/nrrVkm), respectively. In each 
graph, curves L3. L4. L5. and L6 are theoretical curves 
obtained by calculation, and plotted dots represent 
measured values. 

[0074] As can be seen from these graphs, the result- 
so ing dispersion-flattened optical fbers have, at a wave- 
length of 1550 nm. a dispersion value of -4 to +4 
ps/nm/km (< |5| ps/nm/km), a dispersion slope of 0.026 
to 0.028 ps/nrrf/km (< 0.03 ps/nrrf/km), and an effec- 
tive cross-sectional area A^ of 47 to 52 nm 2 (>45 jim 2 ). 
35 [0075] To be noted in Fig. 1 5C in particular is that the 
fluctuation in dispersion slope rs small in the area indi- 
cated by A in the graph even when the outside diameter 
of the third core fluctuates. In general, when making an 
optical fiber, about ±2% of fluctuations in manufacture 
40 may occur in the outside diameter of the core region 
among manufactured lots (i.e.. the outside diameter is 
only controllable within a range not smaller than about 
±2%). Therefore, if the outside diameter of the core 
region can be controlled within the range in which f luc- 
45 tuations in dispersion slope are suppressed, character- 
istics among the products (dispersion-flattened optical 
fbers) can be prevented from fluctuating due to the fluc- 
tuations in manufacture as a matter of course. 
[0076] Figs. 16A and 16B are graphs showing rela- 
so tionships between fluctuations in outside diameter of 
the core region and fluctuations in various characteris- 
tics, in which Fig. 16A indicates relationships between 
the outside diameter c2 of the third core and the disper- 
sion (ps/nm/km) and the dispersion slope (ps/nrr^/km). 
55 whereas Fig. 1 6B indicates a relationship of the amount 
of change in dispersion slope (ps/nrr^/km^) to the ratio 
of change in outside diameter of the core region (%). In 
Fig. 16A, D represents dispersion and DS represents 
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dispersion slope. 

[0077] As can be seen from Fig. 1 6A, while the disper- 
sion value increases as the diameter of area where the 
signal light is propagated (mainly the core region) 
increases in diameter, the dispersion slope attains a s 
minimum value when the outside diameter c2 of the 
third core is at a certain value. In particular, the fluctua- 
tion of dispersion slope becomes small in the proximity 
of this minimum value. Specifically as can be seen from 
the graph shown in Fig. 16B, when the dispersion-flat- 10 
tened optical fiber is designed such that the outside 
diameter of the core region is set to an appropriate 
value, the amount of change in dispersion slope can be 
suppressed to 0.003 ps/hrrr 2 /km/% or less with respect 
to the ratio of change in outside diameter of the core is 
region within the range of ±2% in which the outside 
diameter is controllable. 

[0078] The bending loss (dB/m) and cutoff wavelength 
in the dispersion-flattened optical fiber according to the 
present invention will now be explained. 20 
[0079] Fig. 1 7A is a graph plotting measured values of 
bending loss (dB/m) with respect to changes in bending 
diameter (mm), while the outside diameter c2 of the 
third core is constantly held at 22.4 urn. In this graph, L7 
represents a theoretical value obtained by calculation. 25 
As can be seen from this graph, the bencfing loss at a 
bending diameter of 32 mm is 0.04 dB/m (= 0.004 
dB/turn), which is a favorable value. 
[0080] On the other hand, Fig. 1 7B is a graph plotting 
measured values of cutoff wavelength (jim) with respect 30 
to changes in fiber length (km), while the outside diam- 
eter c2 of the third core is constantly held at 22.8 urn. In 
this graph, IB represents a theoretical value obtained by 
calculation. The gradient of the line L8 is -252 nm/dec- 
ade. As can be seen from this graph, even when the cut- 35 
off wavelength at a length of 2 m is 2.080 pm, a single- 
mode operation can be assured at a length of about 200 
m or longer. As a consequence, there is no problem in 
practice even when the cutoff wavelength at a length of 
2 m is longer than the signal light wavelength (since an 40 
optical transmission line in a submarine cable or the like 
is usually constituted by fusing together a plurality of 
optical fibers each having a length of about 5 km). 
[0081] Fig. 18A is a graph showing a relationship 
between the profile volume (% • pm 2 ) of the third core 45 
and the dispersion slope (ps/nrr^/km) in each of the 
above-mentioned samples 1 to 5, whereas Fig. 18B is a 
graph showing a relationship between the profile vol- 
ume (% • urn 2 ) of the third core and the cutoff wave- 
length (jim) in each of the samples 1 to 5. As mentioned so 
above, the cutoff wavelength at a length of 2 m is 
needed to be 1 .4 pm in the dispersion-flattened optical 
fiber having a core region of three-layer structure 
(Embodiments 3 and 4 comprising the third core). Also, 
it is preferred that the dispersion slope be 0.03 ss 
ps/nrr^/km or less. Consequently, for satisfying these 
restrictions, in view of Figs. 18A and 18B, the profile vol- 
ume in the third core (see expression (5)) must be 



7.0% • ^m 2 or greater. In Figs. 18A and 18B, Si to S5 
represent dispersion slopes and cutoff wavelengths with 
respect to profile volumes of the above-mentioned sam- 
ples 1 to 5, respectively. 

Industrial Applicability 

[0082] As explained in detail in the foregoing, the dis- 
persion-flattened optical ftoer according to the present 
invention has, at a wavelength of 1550 nm, a dispersion 
with an absolute value not greater than 5 ps/nm/km and 
a dispersion slope of 0.03 ps/nrr^/km or less, thereby 
being capable of suppressing differences in dispersion 
value among individual signal light components over the 
wavelength band employed. Also, the effective cross- 
sectional area is preferably 45 urn 2 or more. When such 
an appropriate relationship between the effective cross- 
sectional area and the dispersion slope is realized, the 
power density of signal light in the dispersion-flattened 
optical ftoer is suppressed to a low level, thus effectively 
restraining nonlinear optical phenomena from occur- 
ring, thereby enabling transmission with a high S/N. 
Further, since the cutoff wavelength at a length of 2 m is 
1.0 nm or more, this dispersion-flattened optical fiber 
has an excellent bending characteristic. Therefore, this 
dispersion-flattened optical ftoer is suitable for the time- 
division multiplexing transmission or wavelength-divi- 
sion multiplexing soliton transmission using an optical 
amplifier. 

[0083] Also, when the effective cross-sectional area is 
70 \ixr?xx more, the power density of signal light in the 
dispersion-flattened optical ftoer can be suppressed to a 
lower level, thereby nonlinear optical phenomena are 
more effectively restrained from occurring. Therefore, 
this dispersion-flattened optical ftoer is more suitable for 
the time-division multiplexing transmission or wave- 
length-division multiplexing soliton transmission using 
an optical amplifier. 

Claims 

1. A dispersion-flattened optical fiber comprising a 
core region extending along a predetermined axis 
and a cladding provided on the outer periphery of 
said core region, said dispersion-flattened optical 
ftoer having, as characteristics at a wavelength of 
1550 nm. 

a dispersion with an absolute value of 5 
ps/nm/km or less. 

an effective cross-sectional area of 45 nm 2 
more. 

a dispersion slope of 0.03 ps/nrr^/km or less, 
and 

a cutoff wavelength of 1.0 ^im or more at a 
length of 2 m. 

2. A dispersion-flattened optical fiber according to 
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claim 1 , wherein said effective cross-sectional area 
is 50 pm 2 or more, and said dispersion slope is 0.02 
ps/nrrr^/km or less. 

3. A dispersion-flattened optical fiber according to s 
claim 1, wherein said core region comprises a first 
core having a predetermined refractive index; and a 
second core, provided on the outer periphery of 
said first core, having a refractive index higher than 
that of said first core. 10 

4. A dispersion-flattened optical fiber according to 
claim 1, wherein said core region comprises a first 
core having a predetermined refractive index; a 
second core, provided on the outer periphery of 75 
said first core, having a refractive index lower than 
that of said first core; and a third core, provided on 

an outer periphery of said second core, having a 
refractive index higher than that of said second 
core. 20 

5. A dispersion-flattened optical ftoer according to any 
of claims 1 to 4, further having, as a characteristic 
at said wavelength of 1550 nm, a polarization dis- 
persion of 0. 1 5 ps/km 1/2 or less. 25 

6. A dispersion-flattened optical fiber according to any 
of claims 1 to 4, wherein transmission loss when 
bent into a diameter of 32 m is 0.5 dB/turn or less, 
and said cutoff wavelength at a length of 2 m is 1 .4 30 
11m or more. 

7. A dispersion-flattened optical fiber according to 
claim 4, wherein, when the outside diameter of said 
second core is b, the outside diameter of said third 35 
core is c. and the relative refractive index difference 

of said third core with respect to a reference area in 
said cladding region is An 3 , the relationships: 

An 3 £0.25% 40 

0.40 <; b/c s 0.75 

are satisfied. 

45 

8. A dispersion-flattened optical fiber according to 
claim 7, wherein, when the relative refractive index 
difference of said third core with respect to the ref- 
erence area in said cladding region is An(r) at a 
location where the radial distance from a center of so 
said core region is r. the relationship: 

% 

f An(0rdr *7.0(%«nm 2 ) 
'2 

is satisfied. 



9. A dispersion-flattened optical fiber according to 
claim 7, wherein said cladding region comprises a 
first cladding, provided on the outer periphery of 
said third core, having a refractive index lower than 
that of said third core; and a second cladding corre- 
sponding to said reference area, provided on the 
outer periphery of said first cladding, having a 
refractive index higher than that of said first clad- 
ding; and 

wherein, when the outside diameter of said first 
core is a. the outside diameter of said second core 
is b. the outside diameter of said third core is c, the 
relative refractive index difference of said first core 
with respect to said second cladding is An 1 , and the 
relative refractive index difference of said first clad- 
ding with respect to said second cladding is Ar^, 
the relationships: 

0.40% £ An ! <£0.90% 
An 4 <; -0.02% 
0.20 £ a/cz 0.35 
20iim <; c s 30 jim 

are satisfied. 

10. A dispersion-flattened optical fiber according to 
claim 1 . wherein the outside diameter of said core 
region is set within a variable range of ±2% cen- 
tered at a value where said dispersion slope 
acquires a minimum value. 

11. A dispersion-flattened optical ffoer according to 
claim 1, wherein the amount of change of said dis- 
persion slope with respect to a fluctuation in outside 
diameter of said core region ranging ±2% is 0.003 
ps/nrrr^/km or less. 

12. A dispersion-flattened optical fiber comprising a 
core region extending along a predetermined axis, 
and a cladding provided on the outer periphery of 
said core region, wherein 

said dispersion-flattened optical fiber having, as 
characteristics at a wavelength of 1550 nm, an 
effective cross-sectional area of 45 nm 2 or more 
and a dispersion slope of 0.03 ps/nrr^/km or less, 
and wherein 

said core region comprising a first core having a 
predetermined refractive index and a relative 
refractive index difference of 0.6% or less with 
respect to a reference area of said cladding region; 
a second core, provided on the outer periphery of 
said first core, having a refractive index lower than 
that of said first core; and a third core, provided on 
the outer periphery of said second core, having a 
refractive index higher than that of said second 
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core. 

13. An dispersion-flattened optical fiber according to 
claim 12, wherein said effective cross-sectional 
area is 50 pm 2 or more, and said dispersion slope 
is 0.02 ps/nrrf/km or less, said dispersion-flattened 
optical fber further having, as a characteristic at 
said wavelength of 1550 nm. a dispersion with an 
absolute value of 5 ps/nm/km or less. 

14. An dispersion-flattened optical fiber according to 
claim 12, further having, as a characteristic at said 
wavelength of 1550 nm, a polarization dispersion of 
0.15ps/km 1/2 orless. 

15. A dispersion-flattened optical fiber according to 
claim 12, wherein transmission loss when bent into 
a diameter of 32 m is 0.5 dBAurn or less. 



16. A dispersion-flattened optical fiber according to 20 
claim 12, wherein, when the outside diameter of 
said second core is b. the outside diameter of said 
third core is c, and the relative refractive index dif- 
ference of said third core with respect to the refer- 
ence area in said cladding region is Arvj, the 25 
relationships: 

An 3 £ 0.25% 
0.40 <. b/c Z 0.75 30 



10 



15 



is b. the outside diameter of said third core is c, the 
relative refractive index difference of said first core 
with respect to said second cladding is An 1 . and the 
relative refractive index difference of said first clad- 
ding with respect to said second cladding is An 4 , 
the relationships: 

An 4 <: -0.02% 
0.20 << a/cz 0.35 
20\xm £ c z 30fx/n 

are satisfied. 

19. A dispersion-flattened optical fiber according to 
claim 12, wherein the outside diameter of said core 
region is set within a variable range of ±2% cen- 
tered at a value where said dispersion slope 
acquires a minimum value. 



2a 



A dispersion-flattened optical fiber according to 
claim 12, wherein the amount of change of said dis- 
persion slope with respect to a fluctuation in outside 
diameter of said core region ranging ±2% is 0.003 
ps/nrrAkmorless. 



are satisfied. 

17. A dispersion-flattened optical fiber according to 
claim 16, wherein, when the relative refractive index 
difference of said third core with respect to the ref- 
erence area in said cladding region is An(r) at a 
location where the racial distance from a center of 
said core region is r. the relationship: 



J An(r)rc/r^7.0(%-)i^ 2 ) 



35 



40 
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is satisfied. 

A dispersion-flattened optical fiber according to 
claim 12, wherein said cladding region comprises a 
first cladding, provided on the outer periphery of 
said third core, having a refractive index lower than 
that of said third core; and a second cladding corre- 
sponding to said reference area, provided on the 
outer periphery of said first cladding, having a 
refractive index higher than that of said first clad- 
ding: and 

wherein, when the outside diameter of said first 
core is a, the outside diameter of said second core 



45 



50 



55 



SOOCID: <EP 095937 4A1_I_> 



14 



EP 0 959 374 A1 




15 



EP 0 959 374 A1 



Fig.2 



2 




1480 1500 1520 1540 1560 1580 1600 

WAVELENGTH(nm) 



ISDOCID: <EP 0959374A1 J_> 



16 



EP 0 959 374 A1 



Fig.3 




Fig.4 




1480 1500 1520 1540 1560 1580 1600 

WAVELENGTH(nm) 



17 



EP 0 959 374 A1 



Fig.5A 



600 



700 



{ 



701 
702 




Fig.5B 



o 



I- 

o 

u_ 
lu 
a: 



ni 
n 3 



n 5 
n 4 



n 



Si 



515 514 



nT^T^TrTTT^T -5 
14 5iV 512 ' 5 ]i ,512 51 V 514 ; 



An3= 
0.40% 



A«2= 
,,-0.10% 



0.58% 



510 



Art4= 
-0.27% 



T" 

515 



SOOCID: <EP 0959374A1_I_> 



18 



EP 0 959 374 A1 




19 



EP 0 959 374 A1 



Fig. 7 



X 
QJ 
Q 



Q 



ni 



n 3 



2 * 



u. 

LU 

a: 



n 2 



rr 



r HgH 1 



t-t 



a 2 




t-t 



174 173 



172 172 



T 

173 



Ana 



An! 



41- 



.170 



An 2 



T" 

174 



Fig.8 



0.5 



s. 



S 

UJ 
Q. 
CO 



0.0 



-0.5 




1480 1500 1520 1540 1560 1580 1600 
WAVELENGTH(nm) 



SDOCID: <EP 0959374A1J_> 



20 



EP 0 959 374 A1 



2 
ID 



Q 
O 
00 

UJ 



CO 



CO 

cm 
in 



in in o 

o o x- 

o o o 

o o o 

o o o 



CO 
UJ 

1 

a 
o 

CQ 

s 

UJ 



CM 

cm 



o 
m 



O) Csl CO 

CM S O) 

o o o 

o o o 



CM 



UJ 

2 

Q 
O 
CD 

UJ 



CM 
O 



cd o m 

CD CM CD 

O CM 

O O O 

O O C? 



2 

UJ 

5 

Q 

O 

5 

UJ 



o 



CO 

in 



CO s o 

O O 

o o o 

o o o 



E 
E 

2 

g 

CO 

a: 

UJ 
CL 
CO 

a 
x 

o 

2 
UJ 

—I 

UJ 

I 



CM 

E 

<! 

2 

g 
o 

UJ 

CO 
• 

CO 
CO 

o 
a: 
o 

UJ 

> 

O 
UJ 
u~ 

LL 
UJ 



E 

CM 

E 

CO 

UJ 
CL 

2 

CO 
2 

g 

CO 

rr 

UJ 

a. 
co 

o 

x 
h- 
o 

2 
UJ 



E E 
c c 
o o o 

CO lO CD 

loioin 



< <c 



CO 



CO 

o 



CO 



o 

CM 
O 



CD 

o 



CD 
CO 



CO 



O 
5 



CO 



E 

a. 

i— 
o 

2 
UJ 
-J 
UJ 

I 



3 
o 



E 

1 

CL 



CO 

q: 
uj 

Q. 

CO 

Q 



o 



CM" 

E 

UJ 



§ 

UJ 



O 
or 

Ql 



21 



EP 0 959 374 A1 



Fig.10 



SAMPLE 


1 


2 


3 


4 


5 


b2/c2 


0.65 


.0.65 


0.65 


0.72 


0.80 


An 3 


0.30 


0.25 


0.20 


0.30 


0.30 



Fig. 11 A 



0.06 
0.05 



£ 0.04 
2 

CO 

i 0 03 
s 

£ 0.02 
to 

Q 



0.01 









































1 



Fig.11B 



0.06 



E 

0.05 



3 

UJ 

CL 

3 

z 
o 

111 

o. 

<g 

o 



0.04 

0.03 

0.02 
0.01 



18 20 22 24 

C2(um) 



26 



















s- si : : 


S3 








S2 


' 1 i ' 



20 21 22 23 24 25 
C2(um) 



3DOCID: <EP 0059374A1 J_> 



22 



EP 0 959 374 A1 



Fig.12A 




18 20 22 24 26 

C2(/<m) 



Fig.12B 




1 » • ■ » . I 

20 21 22 23 24 25 
C2(/im) 



23 



EP 0 959 374 A1 



Fig.13A 



X 
LU 

O 



ni 



O 



LU 

£E n 2 ,n4 









■ I 


< 


1 d 






1 


1 c 2 1 






Ant 

520 



525 



524 sis 522 si, 522 \lz 524 



T" 

525 




MSDOCID: <EP 0959374A1_L> 



24 



EP 0 959 374 A1 




25 



EP0 959 374 A1 



CO 

+ 



o 

o 
o 

I 



CO 

to 



CO 
GO 

o 



° o 



CD 
G> 



o 



CD 

iri 



CO 



CD 
i 



GO 

o 
o 



o 
in 



o 
oi 



CO 

o 



CD 



CD 
CM 
O 



O 

m 



o 
o 

oi 



in 



to 



o 



CD 



CO 
CM 
O 



CM 
O 

in 



CM 
CM 



00 

o 



o 



£ 



CO 
CL 



111 
—1 

CL 

35 



o 

CO 

q: 
id 

CL 
CO 

Q 

ii 

LU O 
_i in 
LU to 

15 



CM 

| 

"c5 



Lit 

CL 

o 

—I 

CO 

g 

CO 

or 

LU 

CL 
CO 

Q 

£ 

O E 
Z c 
LU O 
_| lO 

LU 10 



E 

of 
< 
— j 
< 

o 

h- 

O 

111 

CO 
I 

CO 
CO 

§ 

o 

LU 

> 

o 

LU 
LL 
U_ 
LU 



E 
X 

I- 
© 
z 

LU 
—l 
LU 

I 

LL 

LL. c 

o <S 
§5E 



A 
I 

m 

2. 

E 

E 
eg 

CO 

CC 

LU 

m 2 

S< 
co o 

3i 

Q CD 
Z . 

CO ^* 



E 

E 
o 

CM 

QC 
LU 

ft 
CO 2 

S< 

CO Q 

3l 

CD Q 
gLu 

Q CD 

is 



E 

w 
a. 

Z 

g 

CO 

cc 

LU 
CL 
CO 

Q 

z 
g 

b E 



o 
in 

r — 



o 

£L 



E 

llT 



LU 



o 

CC 
CL 



26 

ISDOCtD: <EP 095937 4A 1 I > 



EP 0 959 374 A1 



Fig.15A 



t— O 3 

oiu w 

UJ 8< 

O 



60 
55 
50 
45 
40 









J_3 


^ — . 

- ••it: 




— i — i i 


— i 1 1 



21 22 23 24 25 26 27 28 
C2(/*m) 



Fig.15B 




CO < 
O 2 
m cq 



21 22 23 24 25 26 27 28 
C2( u m) 



15C 



ui 
O 

SI 

co c 
a: *5 

LU CX 
D. w 
CO 



0.04 

0.035 

0.03 



0.015 



\ A 




• • \ ! 




1 \^ 

1 - 


L5 


. . i : i : i 


— i i i . 



21 22 23 24 25 26 27 28 
C2( ft m) 



Fig.15D * 



CO 

a. 

z 
g 

CO 

a: 

UJ 

a. 

CO 
Q 



10 
8 







L6 








1 i i 


— i .. 





21 22 23 24 25 26 27 28 
C2(Mm) 



27 



EP 0 959 374 A1 




Fig.16B 




-4 -2 0 2 4 6 

CHANGING RATIO OF CORE DIAMETER(%) 



28 



EP 0 959 374 A1 



Fig.UA 

1000 
3 100 



m 

CO 
CO 

O 

o 

2 

Q 
Z 
LU 
CQ 



10 
1 
-1 

-0.1 
-0.01 



1 






































» ! 


i i ! 







Fig.UB 



E 
c 



O 

z 

HI 
_l 
HI 

I 

U- 

g 

O 



10 20 30 

BENDING DIAMETER(mm) 



40 




0.002 0.01 0.1 1 
FIBER LENGTH(km) 



10 



29 



EP 0 959 374 A1 



Fig ABA 



0.06 




0.01 I — i — ! — i i i ; ■ ; ■ 

4 6 8 10 12 14 
PROFILE VOLUME(%//m2) 



Fig.18B 




PROFILE VOLUME(%A<m2) 



30 



EP 0 959 374 A1 



INTERNATIONAL SEARCH REPORT 


International appi teat ton No. 




PCT/JP98/03383 


A. CLASSIFICATION OP SUBJECT MATTER 




Int. CI* G02B6/16, 6/22 





According to International Patent Classification (IPC) or to both national classifica tion and IPC 
B FIELDS SEARCHED 

Minimum documentation searched (classification system followed by classification symbols) 
Int. CI' G02B6/16, 6/22 



Documentation searched other than minimum documentation to the extent that such documents are included in the fields searched 

Jitsuyo Shinan Koho 1926-1998 
Koteai Jitsuyo Shinan Koho 1971-1998 




C DOCUMENTS CONSIDERED TO BE RELEVANT 



Category* 



Citation of document, with indication, where appropriate, of the relevant passages 



JP, 8-234036, A (Corning Inc.), " 

13 September, 1996 (13. 09. 96) 

k AU, 4054395, Al & EP, 721119, Al 

6 US, 5553185, A 

JP, 9-33744, A (Alcatel Submarcom) , 

7 February, 1997 (07. 02. 97) 

& EP, 753771, A2 & FR, 2736440, Bl 
& US , 5675690, A 

JP, 9-159856, A (Sumitomo Electric Industries, 
Ltd.), 

20 June, 1997 (20. 06. 97) (Family: none) 

JP, 10-246830, A ( Fu jikura Ltd. ) , 

14 September, 1998 (14. 09. 98) (Family: none) 

JP, 10-293225, K (Fu jikura Ltd.), 

4 November, 1998 (04. 11. 98) (Family: none) 



Relevant to claim No. 



1-20 
1-20 

1-20 

1-20 
1-20 



| | Further documents are listed in the continuation of Box C See patent family annex. 



-A' 



« Mining the feasant aarte of dm an which fa set 
i to be of partkntw i*W 



ante and not in conflict with the appikatioa but bud 



~E* earlier docraeti bet pafeliahed o« or after the takraboml filing due "X* document of ptrticahu 
"V dnca a n e nt which nary throw donbnj en priority etatsa(s| or which b 
ened naattaafaiht nnbticanon date of n a ntacr c h ation or ether 
si»eaal reason (oapedfied) *v~ 



1 filing date or priority 

be 
esu 

be 



_ ....„„ one or 

- P* dooBweot pobtghed prior to the buernattoml fifing dale bat httcrtnaa being obviom to a person 

the priority (fate daisied docaananl aaoaabar of the 



skilled in the an 
patoat family 



Date of the actual completion of the international search 
12 November, 1998 (12. 11. 98) 


Date of mailing of the international search report 

24 November, 1998 (24. 11. 98) 


Name and mailing address of the ISA/ 

Japanese Patent Office 

Facsimile No. 


Authorized officer 
Telephone No. 



Form PCT/ISA/210 (second sheet) (July 1992) 



31 



